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BEARING

Measure the inside circumference of the bezel
to determine the length of the bearing. The
width should be narrower than that of the bezel.

Gauge the metal, sterling silver sheet 28-gauge.
Anneal the metal.
Clean in pickle.

Follow the directions given in making a square
mitered bezel.

Insert the bearing in the bezel and leave enough
of the bezel above the bearing to turn over the
curve of the stone. The rim of the bearing
must be parallel with the rim of the bezel.

Hold together with cotter pins as shown in
Fig. 13.

Place flux and solder on the lower rim of the
bezel and bearing.
Solder together.

File the base of the bezel and the bearing to
true, if necessary.

File the thickness of the upper edge of the bezel
which is to be hammered or burnished over the
stone to 28-gauge.

Remove scratches and excess solder with a file
and scotch stone.

Buff with a felt buffing wheel and tripoli.
Polish with a cloth or chamois buffing wheel
and rouge.